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(54) Antifouling paint composition 

(57) The present invention provides an antifouling 
paint composition to be applied to ship hulls, construc- 
tions in water or on water, materials for fishery. More 
specifically, the antifouling paint composition exhibits 
antifouling ability over a long period of time by enabling 



to control dissolving rate of the coated film without de- 
terioration of paint properties and properties of the coat- 
ed film after a long time storage. The composition con- 
tains (A) a resin, (B) a copper-type antifouling agent, and 
(C) a chelating agent. 
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Description 

Technical Field of the Invention 

5 [0001] The present invention relates to an antifouling paint composition which is applied to ship hulls, constructions 
in water or on water, materials for fishery and the like, more specifically relates to an antifouling paint composition 
which exhibits antifouling ability over a long period of time by enabling the control of the dissolving rate of the coated 
film without deterioration of paint properties and properties of coated film after a long time storage. 

10 Background of the Invention 

[0002] A resin having a tin carboxylate has hitherto been widely used as a binder for an antifouling paint. However, 
replacement to the other resins is strongly requested in view of the toxicity. Therefore, resins having mainly a copper 
or zinc carboxylate, silyl resins and the like have been variously investigated and proposed in, for example, Japanese 
1$ Patent Application Laid-Open No. 57464/1987, Japanese Patent Application Laid-Open No. 209005/199S, Japanese 
Patent Application Laid-Open No. 264169/1992. 

[0003] The antifouling paints containing these resins are begun to be applied to various ships, constructions in water 
or on water, materials for fishery and the like. However, some of the paints suffer from increase of the viscosity and/ 
or deterioration of properties of the coated surface obtained during a long time storage of the paints, depending on the 
20 antifouling agent blended. Especially these problems have been observed in the case of a copper-type antifouling 
agent. 

Summary of the Invention 

25 [0004] The objective of the present invention is to provide an antifouling paint composition capable of a long time 
storage even if a copper-type antifouling agent is blended ; and exhibiting no inconvenience such as increase of the 
viscosity and deterioration of properties of the coated film. 

[0005] The present invention relates to an antifouling paint composition characterized by containing (A) a resin, (B) 
a copper-type antifouling agent, and (C) a chelating agent. 

30 

Preferred Embodiments of the Invention 

[0006] In the present invention, hitherto known resins for antifouling paints can be employed without limitation, and 
especially, it is preferred to employ at least one resin selected from acrylic resins, polyester resins and silyl resins. 

35 [0007] In the case that said resin (A) is an acrylic resin or a polyester resin, the resin is desirably the one having a 
metal carboxylate, and especially the resin is preferably a resin (a) having a metal carboxylate structure in a molecule 
and/or between molecules, which is formed so that the equivalent ratio of a carboxyl group to a divalent metal in a 
base resin having an acid value of 10 to 300 mg KOH/g ranges form 0. 1 to 5, for example, the one obtained by reacting 
a base resin having a carboxyl group in the molecule with an oxide or hydroxide of a divalent metal in the presence of 

40 1 to 30% by weight of water based on solid content of the base resin. 

[0008] The above-mentioned base resin has an acid value of 10 to 300 mg KOH/g, preferably 20 to 200 mg KOH/ 
g, more preferably 50 to 150 mg KOH/g. In the case of the acid value of less than 10 mg KOH/g, abrasiveness of the 
coated film obtained is insufficient and antifouling property is not satisfactory. On the other hand, the base resin becomes 
too viscous and its handling becomes difficult when the value exceeds 300 mg KOH/g. 

45 [0009] An acrylic resin, a polyester-type resin, and the like are exemplified as said base resin. As to the acrylic resin, 
an acrylic copolymer obtained by copoiymerizing a monomer containing a carboxyl group and the other monomer(s) 
copolymerizable therewith in the presence of an initiator for radical polymerization according to a conventional method 
such as solution polymerization can be used. Especially, said acrylic resin is desirably the one having a carboxyl group 
and a group bearing a polyalkylene glycol structure represented by the following formula: 

so 

< C mH 2m 0)n R 1 

wherein R 1 represents a hydrogen or a linear, branched, or cyclic alkyl group having 1 to 20 carbon atoms or an aralkyl 
ss group, m represents an integer of 1 to 4, and n represents an integer of 1 to 100, respectively. As to said acrylic resin, 
an acrylic copolymer usually obtained by copoiymerizing a monomer containing a carboxyl group, a monomer contain- 
ing a group having a polyalkylene glycol structure, and the other monomer(s) copolymerizable therewith in the presence 
of an initiator for radical polymerization according to the conventional method such as solution polymerization can be 
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used. In the case of the resin having a group having said polyalkylene glycol structure, it is preferred that said alkylene 
glycol unit is contained not less than 0.005 mol in 100 g of the above base resin, in view of improvement of the abra- 
siveness. 

Examples of the above carboxyl group-containing monomer are (meth)acrylic acid, crotonic acid, itaconic acid, maleic 
acid, fumaric acid, and the like. 

[001 0] Examples of the above monomer containing a group having a polyalkylene glycohol structure are methoxye- 
thyl (meth)acrylate, hydroxyethyl (meth)acrylate, methoxypolyethyiene glycol (meth)acrylate.-nonylphenoxypo!yethyl- 
ene glycol (rneth)acrylate, methoxypolypropylene glycol (meth)acrylale, and the like. 

[0011] Examples of the other monomer copolymerizable therewith are vinyl aromatic compounds such as stylene, 
alpha-methylstyrene, vinyltoluene, and alpha-chlorostyrene; alkyl esters or cycloalkyl esters having 1 to 24 carbon 
atoms or cycloalkyl esters of acrylic acid or methacrylic acid such as methyl (meth)acrylate, ethyl (meth)acrylate, n- 
propyl (meth)acrylate, i-propyl (mGth)acrylate, (n- i-, t-)butyl (meth)acrylate, hexyl (meth)acrylate, cyclohexyl (meth) 
acrylate, 2-ethylhexyl (meth)acrylate, n-octyl (meth)acrylate, decyl ( mot h)acry late, lauryl (meth)acrylate, stearyl (moth) 
acrylate, and isobornyl ( meth )acry late; perfluoroalkyl (meth)acrylates such as perfluorobutyl (meth)acrylate, perfluor- 
oisononylethyl (meth)acrylate, and perfluorooctylethyl (meth)acrylate, fluoroolefins, and the like. In addition, so-called 
macromonomers which are polymers of one and/or more of such monomers and have a polymerizable unsaturated 
group at the one end, is also mentioned as the copolymerizable monomers. 

[0012] Examples of the solvent to be used in the solution polymerization of the above monomer mixture are alkyl- 
benzene derivatives such as benzene, toluene, and xylene; acetic acid ester-type solvents such as ethyl acetate, propyl 
acetate, butyl acetate, amyl acetate, methoxybutyl acetate; methyl acetoacetate, ethyl acetoacetate, methyl cellosolve 
acetate, cellosolve acetate, diethylene glycol monomethyl ether acetate, and carbitol acetate; ether-type solvents such 
as dioxane, ethylene glycol diethyl ether, ethylene glycol dibutyl ether, and diethylene glycol diethyl ether; alcohol-type 
solvents such as methanol, ethanol, propanol, i-propanol, and (n-, h t-)butanol; ketone-type solvents such as acetone, 
methyl ethyl ketone, methyl isobutyl ketone, and cyclohexanone. These solvents may be used either singly or in the 
form of a mixture of the two or more. 

[0013] Examples of the initiator for radical polymerization are peroxides such as benzoyl peroxide, di-t-butyl hy- 
droperoxide, t-butyl hydroperoxide, cumyl peroxide, cumene hydroperoxide, diisopropylbenzene hydroperoxide, t-butyl 
peroxybenzoate, lauryl peroxide, acetyl peroxide, and t-butyl peroxy-2-ethylhexanoate; azo compounds such as alpha, 
alpha'-azobisisobutyronitrile, alpha, alpha'-azobis-2-methylbutyronitrile, azobisdimethylvaleronitrile, and azobiscy- 
clohexanecarbonitrile. 

[0014] On the other hand, in the case that the base resin is a polyester resin, the resin is usually synthesized using 
a polybasic acid and a polyhydric alcohol as main starting materials. 

[0015] Examples of the polybasic acid are dicarboxylic acids or anhydrides thereof such as terephthalic acid, isoph- 
thalic acid, phthalic anhydride, phthalic acid, 1,4-naphtholic acid, diphenic acid, 4, 4'-oxy benzoic acid, diglycolic acid, 

2.5- naphthalenedicarboxylicacid, tetrahydrophthalic anhydride, hexahydrophthalic anhydride, hexahydrophthalicacid, 
tetrahydrophthalic acid, 4-methylhexahydrophthalic anhydride, 4-methylhexahydrophthalic acid, tetrabromophthalic 
anhydride, tetrachlorophthalic anhydride, 2,5-norbornenedicarboxylic acid, oxalic acid, malonic acid, dimethylmalonic 
acid, succinic acid, glutaric acid, 2,2-dimethylglutaric acid, oxalic acid, adipic acid, dodecanedicarboxylic acid, azelaic 
acid, sebacic acid, and 1,3-cyclohexyldicarboxylic acid; and alkyl esters having 1 to about 4 carbon atoms of these 
dicarboxylic acids. These acids can be used either singly or in combination of the two or more. Moreover, these acids 
may be used in combination with a carboxy lie acid having three or more carboxyl groups such as trimellitic acid, trimellitic 
anhydride, pyromellitic acid, pyromellitic anhydride, butanetetracarboxylic acid. Furthermore, a small amount of a un- 
saturated dicarboxylic acid such as maleic anhydride, maleic acid, itaconic anhydride, or fumaric acid, and an ester 
thereof can be used additionally. 

[0016] Examples of the polyhydric alcohol include ethylene glycol, diethylene glycol, triethylene glycol, polyethylene 
glycol, 1,2- or 1,3-propylene glycol, dipropylene glycol, polypropylene glycol, neopentyl glycol, 1,5-pentanediol, 

1 .6- hexanediol, 2-ethyl-1 ,3-hexanediol, 2,2,4-trimethyl-1 ,3-pentanediol, 2-butyl-2-ethyl-1 ,3-propanediol, 1 ,4-cyclohex- 
anedimethanol, polytetramethylene glycol, bisphenol A and hydrogenated bisphenol A, and these alcohols may be 
used either singly or in combination of the two or more. In addition, these alcohols may be used in combination with 
an alcohol having three or more hydroxyl groups such as trimethylolethane, trimethylolpropane, glycerol, pentaeryth- 
ritol, or dipentaerythritol. Furthermore, dimethylolbutanoic acid, dimethylolpropionic acid, tricyclodecanedimethanol 
may be additionally used. 

[0017] In addition to the above polybasic acid and polyhydric alcohol, monobasic acids such as t-butylbenzoic acid 
and benzoic acid may be used. 

[001 8] Said polyester resin is desirably a polyester resin formed by reacting (i) a polybasic acid component containing 
50 mol% or more, preferably 70 mol% or more of an alicyclic 1 ,2-dicarboxylic acid having two carboxyl groups directly 
bonded to the carbon atoms forming a six-membered ring or anhydride thereof in the polybasic acid component, (ii) a 
polyfunctional compound having three or more of carboxyl group(s) and hydroxyl group(s) in total and also at least 
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Z h/cT \ 9 « P ,u 0 m ° leCUle ' and (Hi) 3 polyhydric alcoho1 component. The components (i) to (iii) to be used 
may be selected from the polybasic acids and polyhydric alcohols exemplified as above Said oomponen ii desirablv 
contains an alkylene glycol represented by the following formula (II) component (in) desirably 
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H 0(C m H 2m OLH 



r^™"' " 1 / epresents an in,e 9er of 2 to 4, n represents an integer or 1 to 100, respectively, 
ateoho, I^t^l^ 

a cohol, and optionally a catalyst at once or at any order into a reactor fitted with a stirrer, a whole condenser a sep- 
arating condenser, and a torque meter, fol.owed by esterification upon heating at 150 to 200- and^m na'ton of We 
reaction at any point. Hitherto known catalyst for esterification such as a ti compoun ^ incluTnq ZS oxl 
tetrabutyl titanate, or antimony trioxide may be used as said catalyst 9 V ' 

PonL "r 136 ' aV6rage molecular wei 9ht of the base resin obtained as above is generally in the ranae of 1 000 

is less han 1 000, the dryness may be insufficient and the coated film may suffer deficiency in weatherabilitv and 
durab.hty. To the contrary, if the number average mo.ecular weight exceeds 200,000, the coaled Zm^£r r2 
only degradation of finish appearance but also deficiency in abrasiveness of the coated ^^S^nobnSlS 
a sufficient antifouling property. Thus, these cases are not preferable 

[0021] The resin (a) can be obtained by reacting the base resin obtained as above with an oxide or hvdroxide of a 
divalent metal ,n the presence of water in an amount of 1 to 30% by weight based on sold content o the S relin 
usually at 50 to 200° or 1 to 20 hours. While the meta. compound in the powdery form is simply d sperse i the base 
, 81396 ° f reaC,i0n ' th6 Wh ° le beCOmes ,ransparent witn Purees ofCreact on A suiSf.e 

E A ' th h ° 1 U9h , an y oxide or h y droxide °' *» above divalent metal can be used without specific limitation a metal 
having a stabilization constant for chelation lower than that of copper is desirable so as not to cause chelafe^ of the 
cheiatmg agent mentioned below wtth the meta. in the resin (a). Thus, the oxide or hydroxide of StTSS^SiT 
SSET'T ° r ' r0n IS exemplified ' and especially oxide or hydroxide of zinc is preferred ' 
[0023] Dunng this step, the water is effective in not only promoting the reaction but also preventing from Delation If 
the amount of water is less than 1% by weigh,, the added water may not manifest this effect ,f the amount exceed 
30% by weight, the effect wi.l remain the same. The excess water which has been insoluble in he sysZ afteTcSi 

£S Th" ITT ^ b9 6aSily rem ° Ved by SUCh meanS as reduction ° f decan^n Z hSfna 

[0024] The blendng rat-o of the carboxy. group in the base resin to the metal compound, is prefe abfy in the Loe 
o, carboxy. group/mela. compound = 0.1 to 5.0, in molar ratio. If the molar ratio is smaller ha "o TlTea^ Z 

ZSLT. ? k PrWe imPraC,iCa ' T ° the C ° n,rary ' if ,he molar ra,io exceeds 5.0, the resin may nTeasS 
man test lastmg abrasiveness since the amount of a free carboxylic acid could be greater han that of7e metaTca 

^' ate l ructure wh,ch is an «tfve component. Thus, these cases are not preferable 

[0025] The res.n (a) obtained as above is prepared by forming metal carboxylate structure in the molecule and/or 
[0026] In the case that the above resin (A) is a silyl resin, the silyl resin may be a copolymer obtained bv cooolvm 

moZir h example ' a K ,ria, ! cy,silyl ester of (me,h)ac,ylic acid and the other ^ E£ SZSST. 

Tn th! ™ 9 ? Ca r' 9 I° UP blOCk6d WHh 3 ,rialky ' Silyl 9rOU P and ,he ° ,her mcnomer copolymerizaJe therewih 
0027, P Z a ?, an T rad ' Cal P ° lymeriZati0n accordi "9 '° a -thod such assolution 

SfrLr-i Ieast ° ne selected from acrylic resins, polyester resins, andsi.yl resins is used as the resin A) 
the other resm(s) may be additonally used as required. Examples thereof may be a rosin a monocarboxvlte acS for 
example, a fatty acid having 6 to 18 carbon atoms such as naphthenic acid), and a saT hereof^ exSe a si. o 

IZ^Ts^ZZT T th t 6 H ' ike) ,: heSe ^ bS USSd ln thS ran9e ° f n0t -lln 50% ywSght 
preieraoiy b to 30 /<> by weight based on the solid content of the resin (A) 

[0028] In the present invention, examples of the copper-type antifouling agent (B) are cuprous oxide copperthiocv- 

hvdroxide^ P r d r ba r coppe :, ch,oride ' basic copper suifate ' basic c ^ «*£ s s p £s r 

hydroxide and the like, and especially, cuprous oxide is preferred. Moreover, said copper-type aSfoulin^'eSTv 

nZ2 Z Wrth T a9en,(S) ° Pti0na,ly S6leCted ,r0m the 0,her hitherto know " aStoulK in^lSrS 
nitrogen-containing sulfur-type antifouling agents such as zinc ethylenebis(dithiocarbamate) and SlZm 

d s lf.de. organotin-type antffou.ing agents such as bis(triphenyltin) oxide, bis(tributyl.in) o fde trib trib 

utylt.n chloride tnphenyltin hydroxide, triphenyttin versatate, and bis(tributyltin) alpha. ll^SSSSZ'^ 

tenocides such as nitrile-type compounds, benzothiazo.-type compounds, tria ine-type 



4 



nISDOCID: <EP 1 033392A2_I_> 



EP 1 033 392 A2 

pounds, isothiazoline-type compounds, maleimide-type compounds, N-haloalkylthio-type compounds, tetracycline- 
type compounds, pyridine-type compounds including zinc pyrithione and triphenylboron pyridinium salts; and zinc ox- 
ide. 

[0029] The amount of the above copper-type antifouling agent (B) to be blended is suitably in the range ot 100 to 
5 300 parts by weight based on 100 parts by weight of solid content of the resin. 

[0030] In the present invention, the chelating agent (C) is blended in order to prevent increase of viscosity of the 

paint and deterioration of properties of the obtained coating film by the action of the above copper-type antifouling 

agent. Any hitherto known one can be employed without specific limitation. Examples of said chelating agent (C) are 

beta-diketones such as acetylacetone, benzoylacetone, and trifluoroacetylacetone; esters of acetoacetic acid such as 
10 methyl acetoacetate, ethyl acetoacetate, and butyl acetoacetate; alpha-dioximes such as dimethylglyoximes; bipyridyls 

such as 2,2 , -bipyridyl; oxines; salicylic acid and derivatives thereof; lower alkanolamines such as triethanolamine; 

glycols such as ethylene glycol; acetic acid, oxalic acid and derivatives thereof, dicarboxylic acid and derivatives thereof. 

[0031] Especially, acetylacetone and ethyl acetoacetate are preferred since they are easily soluble in organic solvents 

and their handling is simple and convenient. 
75 [0032] The amount of the above chelating agent (C) to be blended is desirably in the range of 1 to 20% by weight, 

preferably 2 to 10% by weight based on the weight of the copper-type antifouling agent (B). 

[0033] The composition of the present invention may further contain, if required, additive(s) for paint such as a pig- 
ment, a plastisizer, and a solvent. 

[0034] The method for forming a coated film using the composition of the present invention is not particularly limited 
20 and a hitherto known method can be employed. Concretely, the composition may be applied by brush coating, spray 
coating, roller coating, or dip coating directly to the surface of substrates such as submarine structures (e.g., ships, 
port facilities, buoys, pipelines, bridges, submarine bases, cultivating nets, and fixed shore nets), or to the surface of 
the substrates on which single layer coated film is formed by applying to the base materials a primer such as a wash 
primer and a zinc epoxy-type shop primer; an undercoating primer such as a vinyl tar-type, an oilly rust preventive, a 
25 chlorinated rubber-type, an epoxy-type; a middlecoating paint such as a chlorinated rubber and an epoxy-type; or a 
plural layer coatied film formed by applying a primer and a undercoating primer paint or a plural layer coated film formed 
by applying a primer, undercoating primer, and a middlecoating paint successively. The suitable amount of coating is 
usually within a range of 40 to 500 micronmeters. preferably 80 to 300 micronmeters as a dry film thickness. The coated 
film can be dried at room temperature, and heat-drying may be conducted at a temperature up to about 100°, as 
30 required. 

Examples 

[0035] The present invention will be described more specifically below with reference to working examples. Herein 
35 below, "p arts " and "%" refer to "parts by weight" and "% by weight", respectively. 

Production of the resin (A) 

Production Example 1 

40 

[0036] A reaction vessel was fitted with a thermometer, a thermostat, a stirrer, a reflux condenser, and a dropping 
pump. After 94 parts of butyl acetate was charged into the vessel and the temperature was raised to 1 05° under stirring, 
the resultant mixture was kept at 1 05°, and a mixture of 1 8 parts of methacrylic acid, 20 parts of methoxyethyl acrylate, 
62 parts of ethyl acrylate, and 3 parts of alpha, alpha-azobis-2-methylbutyronitrile was added dropwise to the mixture 

45 over a period of 4 hours by means of the dropping pump. For 30 minutes after the completion of the dropwise addition, 
the mixture was kept at 105° and continued to be stirred. Then, a solution of 1 part of alpha, alpha'-azobis-2-rnethyl- 
butyronitrile in 6 parts of butyl acetate was added dropwise to the mixture over a period of 1 hour and the resultant 
mixture was kept at the same temperature for 1 hour to complete the reaction. The resin solution thus obtained had a 
solid content of 50%. The number average molecular weight of the resin was 10,000. 

50 [0037] To 100 parts of the above resin solution were added 8 parts of zinc oxide, 7 parts of butanol, and 1 part of 
water. The resultant mixture was stirred at 120° for 10 hours to afford a transparent resin solution (A-1) having a solid 
content of 50%. Said resin showed an intense absorption of zinc carboxylate at 1630 cm -1 on IR. 

Production Example 2 

55 

[0038] To a four-necked flask fitted with a water-separator and a reflux condenser were charged 61 parts of hexahy- 
drophthalic anhydride, 19 parts of trimellitic anhydride, 26 parts of ethylene glycol, and 6 parts of xylene. After the 
temperature was raised to 160° under stirring, esterification was conducted for 3 hours under removal of water up to 
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15 



20 



200» and was continued for further 2.5 hours, followed by addition of 61 parts of xylene to finish the reaction The 

rSnlr!^ U p£ thUS H ° b,ain ! 1 d Was 8 '^parent homogeneous solution having an nonvolatile content of 59%, 
a Gardner viscosity RS, and an acid value of 148 mg KOH/g. 

™ T °J?o PartS °l the ab ° Ve r9Sin S0 ' U,i0n WSre added 6 5 parts of zinc oxide ' 3 P arts ^ water, 12 parts of butyl 

soS SI, h P S T° l reSUltant miXtUre W3S SUrred at 100 ° ,or 20 hours t0 aff ^ * ransparent res n 
solution (A-2) having a solid content of 50%. 

Preparation of antifouling paints 

Example 1 

[0040] An antifouling paint was obtained by mixing and dispersing 100 parts of the resin solution (A-1) obtained 
above, 15 parts of chlorinated paraffin, 150 parts of cuprous oxide (made by Furukawa Co., Ltd.), 3 parts of iron oxide 
red, 1 part of 'Aerosil #200" (made by Degussa AG, silica powder), 5 parts of "Disparon A603-20X" (made by Kusumoto 
Chem,cals Ltd., a dispersing agent for pigment), 1 0 parts of acetylacetone, and 30 parts of xylene in a paint conditioner. 

Examples 2 to 4 and Comparative Examples 1, 2 

[0041] Each antifouling paint was obtained in the same manner as Example 1 except that the blend in Example 1 
was changed to that indicated in Table 1 . txampie i 





Working Example 


Comparative Example 






1 


2 


3 


4 


1 


2 


Paint blend 


Resin solution (A-1) 


100 






100 


100 




Resin solution (A-2) 




100 








100 


Polyace SP-100 (Note) 






100 








Chlorinated paraffin 


15 


15 


15 


15 


15 


15 


Cuprous oxide Cuprous oxide 


150 


150 


150 


150 


150 


150 


Aerosil #200 


1 


1 


1 


1 


1 


1 


Iron oxide red 


3 


3 


3 


3 


3 


3 


Disparon A603-20X 


5 


5 


5 


5 


5 


5 


Acetylacetone 


10 


10 


10 








Ethyl acetoacetate 








10 






Xylene 




30 


30 


26 


30 


20 


20 


Paint viscosity (poise/60 rpm) 


Initial 


15 


20 


15 


15 


20 


15 


After 3 months storage 


15 


20 


15 


15 


40 


35 


Elongation rate (%) 


Initial 


30 


20 


50 


30 


30 


20 


After 3 months storage 


30 


20 


50 


30 


5 


5 


Antifouling property (%) 

(Note) "Polyace SP-100": mad 


12 months 


0 


0 


0 


0 


0 


0 


24 months 
ebyNittoKaseiCo., Ltd., 


0 

a silyl r 


0 

asin, sc 


0 

lid cont 


0 

ent of £ 


0 

>0% 
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Evaluation tests 

£S [0042] Each antifouling paint obtained as above was served to the following evaluation tests. 

(1 ) Paint viscosity: Each antifouling paint was placed in a 250 cc container and stored at 40° for 3 months The 
viscos,ty of the paint before and after the storage was measured by means of B-type viscometer (at 60 rpm). 
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(2) Elongation rate of coated film: Each antifouling paint was applied onto the glass plate on which a releasing 
paper was pasted, to make the film thickness to be 150 micronmeter, and dried at 20° for 7 days. The coated film 
was peeled off and cut into a strip shape of 20 mm long and 5 mm width for a test sample. The sample was put 
on a tensile testing machine and elongation rate (%) of the coated film was measured. The test was conducted at 

5 a tensile rate of 8 mm/min. 

Furthermore, test samples were similarly prepared from each antifouling paint stored at 40° for 3 months in 
the same manner as described in the above (1 ), and elongation rate (%) of coated films thereof was measured. 

(3) Antifouling test: Each antifouling paint obtained as above was applied onto a test plate of 100 x 300 x 3.2 mm 
10 size which had been subjected to anticorrosive coating with a vinyl tar-type paint, so that a dry film thickness was 

150 micronmeter, and dried at ambient temperature to afford each coated plate. These plates were dipped at a 
depth of 1 metor in Osaka bay in Takaishi-shi, Osaka-fu, and antifouling property after 12 and 24 months was 
evaluated in view of the area ratio (%) to which organisms adhered. 

75 [0043] According to the present invention, an antifouling paint composition capable of a long time storage even if a 
copper-type antifouling agent is blended and exhibiting no inconvenience such as increase of viscosity and deterioration 
of properties of coated film. The composition allows to form a coated film capable of controlling the dissolving rate and 
manifesting an antifouling property over a long period of time. 

20 

Claims 

1. An antifouling paint composition comprising (A) a resin, (B) a copper-type antifouling agent, and (C) a chelating 
agent. 

25 

2. The antifouling paint composition according to the preceding claim, wherein the resin (A) is at least one resin 
selected from acrylic resins, polyester resins, and silyl resins. 

3. The antifouling paint composition according to any one of preceding claims, wherein the resin (A) is a resin (a) 
30 having a metal carboxylate structure in a molecule and/or between molecules, which is formed so that the equiv- 
alent ratio of a carboxyl group to a divalent metal in a base resin having an acid value of 10 to 300 mg KOH/g 
ranges from 0.1 to 5. 

4. The antifouling paint composition according to claim 3, wherein the resin (a) is the one obtained by reacting a base 
35 resin having a carboxyl group in the molecule with an oxide or hydroxide of a divalent metal in the presence of 1 

to 30% by weight of water based on solid content of the base resin. 

5. The antifouling paint composition according to claim 3 or 4, wherein the base resin in the resin (a) is an acrylic 
resin having a carboxyl group and a group having a polyalkylene glycol structure represented by the following 

40 formula, 



(C m H 2m O) n R 1 

45 wherein R 1 represents a hydrogen or a linear, branched, or cyclic alkyl group having 1 to 20 carbon atoms or an 

aralkyl group, m represents an integer of 1 to 4, and n represents an integer of 1 to 100, respectively. 

6. The antifouling paint composition according to claim 3 or 4, wherein the base resin in the resin (a) is a polyester 
resin formed by reacting (i) a polybasic acid component containing 50 mol% or more of an alicyclic 1 ,2-dicarboxylic 
50 acid having two carboxyl groups directly bonded to the carbon atoms forming a six-membered ring or acid anhydride 

thereof in the polybasic acid component, (ii) a polyfunctional compound having three or more of carboxyl group(s) 
and hydroxyl group(s) in total and also at least one carboxyl group(s) in one molecule, and (iii) a polyhydric alcohol 
component. 

55 7. The antifouling paint composition according to claim 3 or 4, wherein the divalent metal in the resin (a) is at least 
one metal selected from zinc, calcium, magnesium, and iron. 

8. The antifouling paint composition according to claim 1, wherein the copper-type antifouling agent (B) is cuprous 
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oxide. 
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